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On comparing the constitution of manganese steels (fig. 212) with fig. 211,
it wul be observed that about 13-5 per cent, of manganese has the same
efiect in preserving the iron in y condition as 29 per cent, of nickel, or that
the ratio is 1:2-14. This means that 1-0 of manganese has the same efiect
in modifying the structure of steel as 2-14 of nickel, but it does not follow
that the mechanical properties of such steels will be the same.^ They may
possess many similarities in this respect, but there are also marked differences.

